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Photovoltaic device, photoelectric transducer and method of manufacturing same 



(57) A photovoltaic device and a photoelectric trans- 
ducer having a pin-structure semiconductor layer 
formed by superposing a p-type semiconductor layer, 
an i-type semiconductor layer and an n-type semicon- 
ductor layer wherein the i-type semiconductor layer 
comprises a non-single crystal semiconductor and aver- 
age grain size distribution of crystal grains of the i-type 
semiconductor layer is not uniform are provided. Meth- 
ods of manufacturing the photovoltaic device and the 
photoelectric transducer are also provided. The manu- 
facturing methods according to the invention can pro- 
duce photovoltaic devices and photoelectric trans- 
ducers having an excellent photoelectric conversion 
efficiency and a remarkable optica] stability at an 
enhanced rate and at low cost. 
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Description 



BACKGROUND OF THE INVENTION 



Field of the Invention 



The present invention relates to a pin-type photovoltaic device and a photoelectric transducer using non-single 
crystal silicon such as amorphous silicon, macrocrystalline silicon or polycrystailine silicon, ft also relates to a method 
of manufacturing such a photovoltaic device and such a photoelectric transducer. 

Related Background Art 

The plasma CVD method typically using radio-frequency (RF) electric waves of 13.56 MHz has been popularly 
known in the manufacture of pin-type photovoltaic devices such as solar cells and photoelectric transducers such as 
photosensors using amorphous silicon film However, with the plasma CVD method using 13 56 MHz it has been real- 
ized that the quality of the produced film is disproportionaily degraded when the speed of producing thin film is raised 
This means that it is hardly possible to increase the throughput in order to make the method adapted to mass produc- 
tion. K 

The plasma CVD method typically using microwaves (MW) of 2.45 GHz has been utilized as an alternative that can 
produce relatively high quality thin film H the thin film producing speed is raised. For example, an i-type semiconductor 
layer prepared by a microwave plasma CVD method is reported in Kazufumi Azuma. Takeshi Watanabe and Juichi Shi- 
mada. "a-S. Solar Cells Prepared by Using a Microwave Plasma CVD Method"; Preliminary Papers for the 50th Applied 
Physics Society Lecture Meeting, pp. 566. 

A thin film photovoltaic device using amorphous silicon thin film typically has a pin structure and its i-type semicon- 
ductor layer is principally responsible for photoelectric conversion. Fig. 1 of the accompanying drawings schematically 
shows a known typical pin-type photovoltaic device comprising a substrate 101. an n-type (or p-type) semiconductor 
layer 102. an .-type semiconductor layer 103. a p-type (or n-type) semiconductor layer 104. a transparent electrode 105 
and a collector electrode 106. 

Numerous efforts have been made to improve the junction characteristics of thin film photovoltaic devices by usinq 
. the P ' tyPe and n type semicond "ct°r layers. For example. Japanese Patent Application Laid-Open No 
57-187971 descloses a method in which an i-type semiconductor layer comprises amorphous silicon wherein the 
improvement in the output cunent and the output voltage of the device lies in using microcrystalline silicon with an aver- 
age grain size of less than 100 angstroms at least for the p-type semiconductor layer or the n-type semiconductor layer 
located on the light receiving side of the device. 

"°? me !\ F l n " type *** cells usin 9 amorphous silicon for the i-type semiconductor layer can be accompanied by 
the undesired phenomenon (referred to as StaeWer-Wronski effect) of an increased flaw density in the i-type semicon- 
ductor layer that gives rise to a reduced photoelectric conversion efficiency when irradiated with light Such a harmful 
phenomenon is vital in practical applications. 

In recent years, efforts have been paid to use i-type microcrystalline silicon for the photoelectric conversion layer of 
amorphous silicon type thin film photovoltaic devices. Pin-type solar cells comprising an i-type semiconductor layer of 
microcrystalline silicon are advantageous in that they are not degraded by fight. For exarrple. Shah et al. of Neufchatel 
University reported at the 25th IEEE PV Specialists Conference. Washington. May 13-17. 1996 a pin-type solar cell 
comprising a p-type sermconductor layer, an i-type semiconductor layer and an n-type semiconductor layer all of which 
, ar !."!^ e . o microcr y s,alline a'* 0 * *"at shows a photoelectric conversion efficiency of 7.7% and is not degraded by 
l^ht While Shah et al. uses a high frequency wave plasma CVD method that is essentially same as any known meth- 
ods for preparing a microcrystalline silicon i-type semiconductor layer, they also uses a VHF band frequency of 110 
MHz to generate plasma. ^ 7 

On the other hand, according to the report by Shah et al. of Neufchatel University, they realized a deposition rate 
of 1 2 angstroms per second for a microcrystalline silicon i-type semiconductor layer having a thickness of 3 6 urn By 
a rule of thumb, it is clear that it takes more than 8 hours to form a microcrystalline silicon i-type semiconductor layer 
wrth such a method. While a solar cell having such an i-type semiconductor layer shows a high photoelectric conversion 
efficiency and is free from degradation by light, the throughput will be extremely poor in the manufacturing scene and 
hence it will be very difficult to manufacture such solar cells at feasibly low cost 

rPriilL 0 ™^?^^ pin : ,ype l ! 0,ar cells comprising a miaocrystalline silicon i-type semiconductor layer on a 
realistic mass production basis, rt is absolutely necessary to dramatically raise the rate of forming a microcrystalline sil- 
icon type i semiconductor layer from the currently available level. However, it has been evidenced by a number of stud- 
ies that, when the rate O forming amorphous silicon or miaocrystalline silicon is simply raised in a conventional film- 
forming process, the proouced film shows a poor quality due to inhibition of lattice relaxation at an outer most surface 
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of the produced f 3m. 

K is true that lattice relaxation can be promoted by raising the temperature of the base member Then however ths 
dopant such as phosphor (or boron) in the n-type semiconductor layer (or the p-type semiconductor layer) prepared in 

S^^flh "T S !7 COndUCt ° r 'f y !: <*" be diffused remarkab * into *e Hype semiconductor layer to ifamage 
the quality of the layer and consequently the operating characteristics of the prepared solar cell. It is believed that Hype 
microcryslallme sihcon produced by high frequency plasma CVD is inherently a weak n-type and hence any diffusion^ 
n-type dopants such as phosphor into i-type microcrystalline silicon should be suppressed. 

While microcrystalline silicon ispromising if compared with amorphous silicon because the former shows a hioher 
photostability than the latter, known microcrystalline silicon have disadvantages that have to be dissolved. 

SUMMARY OF THE INVENTION 

An object of the present invention is to provide a photovoltaic device, a photoelectric transducer and a method for 
manufacturing the same. 

In other words, an object of the present invention is to provide a device for which an Hype non-single crystal silicon 
HZ^Tn J" a ? *T ™' W0 ' r * s,a,line si,ico " *y"- ha ™9 excellent electric and optica, characteristics can be 

STIS^, f °'!° frTUn9 th t Sem,Conduc,or is raised to several to tens of several angstroms per second 
and a method of manufacturing such a device. 

Another object of the present invention is to suppress the adverse effect of the diffusion of dopants such as phos- 

tZ . " ^ f miC0nduc,0r ^ or the semiconductor layer by reducing the time required to 

form the .-type non-single crystal silicon layer or the i-type microcrystalline silicon layer in particular 

co J!! l j! n ? 1 T °'* le u Pr8Sent ' ,nVen6on iS 40 Provide a muma ^ t s,rucfure Photovoltaic device having an i-type 
tZ^T t^^"™ <*" be used ,0 im P rwe short-circurt photoelectric current and 

lEJSLS h! JOi 11 [ edUC ' n9 de 9 radation b * in *o improve the conversion efficiency of the 
photovoltaic device and the productivity of manufacturing such devices 

In the invention, an Hype semiconductor layer refers to a substantially intrinsic semiconductor layer In other words 
an ,-type semiconductor layer as used herein may be a layer of semiconductor that is no longer perfectly intrinsic sem- 
iconductor because it is made to contain trace amounts of impurities 

t np.^ 0rd r^ Oan l SPeCt ° f,he inVenti0n ' the ^objectsareachieved by providing a photovoltaic device or a pho- 
toelectric transducer having a pin-structure semiconductor layer formed by superposing a p-type semiconductor layer 
an Mype semiconductor layer and an n-type semiconductor layer to a muftilayer structure, wherein the i-type semicon^ 

2S7 ISeS m ^ e ,°^ Si ' iCOn semiconductor ™» the average grain size distribution of the crystal 
grains of the i-type semiconductor layer is not uniform. 

a ohSSc t^IT 601 0< ,he inVenfon ' ,h6re i$ pr0Vided 3 me,hod of manufacturing a photovoltaic device or 
a photoelectric transducer having a p,n-structure semiconductor layer formed by superposing a p-type semiconductor 
ayer an ,-type semiconductor. ayer and an n-type semtonductcr layer to a multilayer str^ure.vTeSn 

0.001 to 0.5 Torr and a making cunent density of 0.001 to 0.5 W/cm 3 

> n k ln P T k £ t ' k 6 aVera9e 9rai " di5tribu,ion of me 9rains in the i-type semiconductor layer can be made 
to be not uniform by varying the film forming conditions during film formation 

BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is a schematic cross sectional view of an example photovoltaic device 
to the i ?nv 2 eSion Chema1iC ^ Seakm3S ^ *" apparatus for manufacturing a photovoltaic device acceding 

tor .Sr^rfo^ 0 ; 30, f ,3F ' 3G> 3I> ^ a " d 3K shwdiff ^"« Srain sizedistiib<rtfons in the i-type semiconduc- 
tor layer of a photovoltaic device according to the invention. 

Fig. 4 is a graph showing the Raman shift of a device obtained in Preliminary Experiment 1 

Fig. 5 is a graph showing the result obtained by X-ray diffractometry in Preliminary Experiment 1. 

DESCRIPTION OF THE PREFERRED EMBODIMENTS 

55 inveS. ** inVenfon Wi " bC deSCribed in 9fea,er de,ail by referrin 9 to modes °< carrying out the 

ohoS^H!^" 16 "' ° f pn< f v0,,aic device accordin 9 to *» invention will be described by refening to Fig. 1 . The 
photovoltac device compnses a base member 101. an n-type semiconductor layer (or a p-type semiconductor layer) 
1 02. an ,-type sem,conductor layer 1 03. a p-type semiconductor layer (or an n-type semiconductor layer) 1 04. a trans 
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parent electrode 105 and a collector electrode 106. Alternatively, a metal layer (a back electrode layer) and a transpar- 
teyeO 102bldthe^ir arfan9ed °" ** SUbStrate 101 m ' Hype semiconductor layer (or a p-type semiconductor 

Now. each of the layers of the photovoltaic device will be described. 
(Substrate) 

The substrate 101 is made of an appropriate conductive or insulating material, which may be metal resin glass a 
ceramic material or semiconductor bulk. It may have a smooth surface or a finely undulated surface with peaks having 

VSJ . ,0 10 Whe " the SubStrate 101 is a »"*»*» substrate or some other opaque substrate light 
should be allowed to strike the device from the side opposite to the substrate. Alternatively, a transparent substrate may 
be used for the substrate 101 so that light may enter the device through the substrate 101. 

The substrate 101 preferably has the shape of a sheet, a roP formed from a sheet, or a cylinder 
If a conductive material is used for the substrate 101. it is preferably selected from metals including plated steel 
N.Cr. stainless steel. M. Cr. Mo. Au, Nb, Ta. V. Ti. Pt. Pb and Sn and alloys of any of them 

If an insulating material is used for the substrate 101. it may be selected from polyester, polyethylene, polycar- 
bonate cellulose acetate, polypropylene, polyvinylchloride. polyvinylidenechloride. polystyrene, polyamide and other 
synthetic resin materials, glass, ceramic materials and paper. 

The substrate 101 may have any appropriate thickness, which can be made very small when the substrate is 
required to be flexible in the process of manufacturing the photovoltaic device, although it is preferably not less than 1 0 
pm to ensure a certain degree of mechanical strength. 

The surface of the substrate 101 may be chemically etched or jaggedly cut in order to provide the substrate 101 
w* undulabons on the surface (texture the surface). More specifically, the surface is treated to produce undulations 
under a controlled manner by means of chemical surface treatment such as chemical polishing or electrolytic polishing 
or mechamcal polishing using diamond, carborundum or alundum and thereafter etched to eliminate multiply undulated 

A continuous strip of substrate may be used for a continuous film forming operation. If such is the case a continu- 
ous strip of a flexible material such as stainless steel or polyimide may suitably be used for the purpose of the invention. 

30 (Back Electrode Layer) 

The back electrode layer is an electrode layer formed on the side of the device opposite to the side from which light 
enters as viewed from the semiconductor layers. The back electrode layer serves as an electrode and. at the same time 

« aS !r ^ 0 "J ayer for refleCtin9 Bght tas been ^"smrtted though the semiconductor layers so that it may be 
35 reutilized by the semiconductor layers. 

Theback electrode layer is preferably made of metal selected from gold, silver, copper, aluminum, nickel, iron chro- 
mium, molybdenum, tungsten, titanium, cobalt, tantalum, niobium and zirconium or an aDoy such as stainless steel or 
Alt... ol which aluminum, copper, silver and gold are highly preferably because of their high reflectivity. The back elec- 
40 p r Sng yer be tormed by VaPOf depomon - sphering, plating, electrolytic deposition using aqueous solution or 
The back electrode layer preferably has a thickness of 10 nm to 5,000 nm. 
^ By providing the surface of the back electrode layer with undulations, reflected light is made to follow a prolonged 
optical path in the semiconductor layers to increase the short-circuit current (Jsc) of the device 

,k iPl^Tt ! l f! r0de ' ayer teve a multna y er structure of a plurality of layers. If the substrate 101 is conductive 
the back electrode layer may be omitted. However, the use of a back electrode layer is a prerequisite when the substrate 
101 is made of an insulating material. 

(Transparent Conductive Layer) 

The transparent conductive layer is arranged between the back electrode layer and the semiconductor layers in 
order to increase the irregular reflection at the back electrode layer. More specifically, light is trapped in the photovoltaic 
device and made to follow a prolonged optical path in the semiconductor layers to increase the short-circuit current 
Jsc) of the photovoltaic device by the texlured surface of theback electrode layer that irregularly reflects light and the 
transparent conductive teyer that reflects light multiply. Additionally, the transparent conductive layer plays the role of 

» 9 w « . back eleCtrode teyer from £fiHusin 9 01 ***** int0 ** semiconductor layers to shunt the 
photovolta.c device i. It also pre/ents any short-circuiting from taking place due to the flaws in the semiconductor layers 
such as pin holes if it is made to show an appropriate level of resistance. 

Preferably, the electric conductivity of the transparent conductive layer is between 10" 8 (1/ncm) and 10" 1 (1/ncm) 
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The transparent conductive layer is required to show a high transmittance. Preferably. H passes 80% or more preferably 
85% or more, most preferably 90% or more, of light with a wavelength of longer than 650 run that enters it The trans- 
parent conductive layer may have an appropriate thickness depending on the refractfvity of the material to be used and 
maysuHablybefrom50nmto10um =»cu«uiu 

Q^ Th ^ n ^ e lT dU ^! iV ^ layer fe formed from an conduclive «** such as ZnO. ITO (indium tin oxide). ln 2 Q, 
bnoz .TtOz. CdO. Cd2Sn 4 . B^Qj. M0O3 or Na.WQs by means of an appropriate film forming technique selected from 
vapor deposrtKjn sputtering, electrolytic deposition. GVD. spray, spin-on. dipping and plating. A conductivity modifying 
agent may be added to the oxide. For texturing the transparent conductive layer, the process of forming the layer is con- 
ducted at temperature 200'C or more. The textured effect of the layer can be improved by etching the surface with weak 
io acid after the layer is formed. 

(Semiconductor Layers) 

The material to be used for the semiconductor layers according to the invention is selected from the IV orouD ele- 
>: ments such as Si, C and Ge and alloys thereof including SiGe. SiC and SiSn. 

Preferably, the semiconductor layers of a photovoltaic device are made of a material selected from non-single crys- 
tal s*m.conductors prepared by using any of the IV group elements and their alloys including a-Si:H (hydrogenated 
amorphous sihcon), a-Si:F. a-Si:H:F. a-SiGe:H. a-SeGe:F. a-SiGe:H:F. a-S.C:H. a-SiC:F. a .SiC:H:F. The semiconductor 
layers can be controlled for valence electrons and ihe forbidden band width. To do this, the compound material of the 
x senr^onductor layers is made to contain a valence electron control agent and/or a forbidden band width control agent 
and Produced into the film forming space solely or as a diluted or non-diluted mixture source gas containing it and 
other film depositing materials. 

Each of the semiconductor layers is doped at least partly to the p-type and the n-type to form at least one pin-struc- 
ture Then, a stacked cell structure is produced by laying a plurality of pin-structures 
* Japanese Patent Application Laid-Open No. 62-209871 discloses a technique of gradually increasing the degree 
of microcrystall.zat.on of the non-single crystal i-type semiconductor layer toward the p-type semiconductor layer or the 
n-type semiconductor layer in order to improve the junctioning effect of the p/i or nfi interface particularly when the p- 
ype sem.conductor layer or the n-type semiconductor layer is made of microcrystalline silicon. However the disclosed 
technique .s simply intended to increase the degree of crystallization at the p/i or nA interface of an amorphous i-type 
sermconductorlayer and the patent application does not disclose anything about the crystal grain size distribution of the 
.-type sermconductor layer. The crystal grain size and the degree of crystallization are totally different factors in the sem- 
iconductor layers and either of them cannot be unequivocally defined by defining the other 

As will be described hereinafter, the quantum effect, the multiple reflection effect and the effect of controlling the 
diffus.on length of electric current carriers in a pin-type solar ceil can be controlled highly effectively by controllinq the 
crystal grain size if compared with any instance where only the degree of crystallization is controlled 
Tofrecor^^ 

in the form of crystals. When the degree of crystallization is raised simply, the semiconductor may contain crystals that 
are very small or unnecessarily large or a mixture of ordinarily-sized crystals and extremely large crystals produced as 
a result of abnormal growth. A photovoltaic device comprising deposited layers that have been controlled only in terms 
o the degree of crystallization may operate effectively to some extent, it will be far from satisfactory from the viewpoint 
of the quantum effect, the multiple reflection effect and the effect of controlling the diffusion length of electric cunent car- 
riers that can be realized by controlling the grain siza 

In short, the technique disdosed in the above identified patent application is totally different particularly in terms of 
objects ^ effects from the method of the present invention for controlling the crystal grain size distribution to make it 
45 to be not uniform but found certain numerical ranges. 

Japanese Patent Application Laid-Open No. 63-58974 discloses a method of forming a p-type semiconductor layer 

lr,r„^?T rt ^Jr 1 9 a T Phous P 3 * <P 2 > S^ny decreasing the degree of crystallization of the 
crystall.ne part (p1) toward the amorphous part (p2). However, as in the case of the first known method, this method is 
amply intended to change the extent of crystallinity of the p-type semiconductor layer that serves as an electrode layer 
and the patent application does not refer to anything about the crystal grain size distribution in the i-type semiconductor 
layer having a reg.on of photoelectric conversion Therefore, again, the technique disclosed in the above identified pat- 
ent application .s totally different particularly in terms of objects and effects from the method of the present invention for 
controlling the crystal grain size distribution to make A to be not uniform but found certain numerical ranges 

In conventional pin-type rnicrocrystalline silicon solar cells, the i-type semiconductor layer shows a uniform grain 
^ i n" 3 laye ^ a "hown in Fig. 3A or 3B. While microcrystalline siBcon stili has physical properties to be dar- 

ST,!!, . 9ra ' n T ° f miCTOcr y stanine (as it is possible to produce a quantum effect by con- 

trolhng the grain s*e to .mprove the light absorption coefficient form that of large crystals) and the effect of multiple 
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reflection of light among crystal grains (that can be regulated by controlling the grain size and hence the reflective sur- 
face size and the density of crystal grain boundaries because light is reflected well on crystal grain boundaries) The 
grain size of miaocrystalline silicon is preferably hundreds of several angstroms or less in order to make these effects 
remarkable on the one hand, there is a need for increasing the diffusion length of electric current carriers by raising the 
grain size of microcrystalline silicon in order to make the device perform well on the other hand (as electric current car- 
r. ers can diffuse well in a single crystal grain but crystal grain boundaries can provide barriers tor the diffusion of electric 
current earners). Therefore, the conventional use of uniform grain size distribution in the Hype semiconductor cannot 
meet the above apparently contradictory two requirements at the same time. 

In view of this problem and as a result of intensive research efforts paid on the relationship between the crystal 
gram boundary and the performance of a photovoltaic device, the inventor of the present invention came to find that the 
performance of a photovoltaic device can be remarkably improved by optimally controlling the grain size in different 
regions of the .-type semiconductor layer Now. the semiconductor layers (and the i-type semiconductor layer in parte- 
ular) will be discussed below in greater detail. 

According to the invention, the grain size distribution of crystal grains in the i-type semiconductor layer is intention- 
ally made to be not uniform in the film thickness direction and/or in the direction along the surface thereof (surface direc- 
tion). Figs. 3C through 31 illustrate combinations of different grain sizes on and near the p/i and n/i interfaces and in 
other regions. 

- Figs. 3C through 3E (large grain size on and near the p- and n-interfaces) - 

The functioning effect of the p-type semiconductor layer and the n-type semiconductor layer can be improved by 
using a large grain size on and near the p/i and n/i interfaces. The arrangement of Fig. 3C where a large grain size is 
used in and near the n-type semiconductor layer provides an effect of suppressing the diffusion of phosphor from the 
n-type ^conductor layer. The arrangement of Fig. 30 where a large grain size is used in and near the p-type semi- 
conductor layer provides a remarkable effect of improving the open current voltage and the fill factor because the iunc- 
taoning effect is improved on the side of receiving incident light In Rg. 3E. a large grain size is used in and near the r> 
type and n-type semiconductor layers at the same time to obtain the effect of Rg. 3C and that of Fig 3D The arrange- 
ments of Figs 3C through 3E can provide an excellent absorption of light and a large photo-generated electric current 
because small crystal grains are used in areas other than the p/i and n/i interfaces in the i-type semiconductor layer (the 
Hype se ™^cto' WK region). While the grain size may change discontinuously. it preferably changes continuously 
becausethe interface level density can be reduced in the i-type semiconductor to suppress the recombination of photo- 
generated earners. 

- Figs 3F through 3H (small grain size on and near the p/i and n/i interfaces) - 

The arrangements in Rgs 3F through 3H are suited for rapidly forming microcrystals with a relatively large grain 

zmmazz !K p it nera,ed carriere is remarkab,y increased ,o produce a p'"-^ *•* «* **** 

excellent HI factors when the crystal grain size is large in the i-type semiconductor layer bulk region. However H should 
be noted that the .-type semiconductor layer bulk operates like single crystal silicon when the grain size is increased In 
urn. the film th.ckness has to be increased to make the solar cell operate satisfactorily. When a small grain size is used 
for microcrystals on and near the p/i and n/i interfaces according to the.invention. they absorb light and mechanical 
stresses efficiently and effectively to bring forth the effect of reducing the f ilm thickness of i-type semiconductor layer 
bulk of crystals having a large grain size and. at the same time, suppressing any defects that can be caused by the dif- 
ference in the expansion coefficient between the p-type semiconductor layer and the n-type semiconductor layer. When 
the grain size of the p-type semiconductor layer or the n-type semiconductor layer is made considerably smaller than 
that of the .-type semiconductor layer bulk, the small grain size region near the interface can alleviate the mismatch that 
can occur on the .junction. The small grain size region may be located on the side of the n/i interface as shown in Fig 
3R on the side i of the p/i interface as shown in Rg. 3G or on the side of the n/i interface and also on the side of the p/i 
interface as stown in Rg. 3H. As pointed out above, while the grain size may change discontinuously. it preferabfy 
changes contnuously because the interface level density can be reduced in the i-type semiconductor to suppressive 
recombination of photo-generated carriers. ^ 

- Rg. 31 (cyclic repetition of small and large grain sizes in the layer thickness direction) 

■l. this ^"S^nt, a synergism of the effect of small grain size of increased absorption of light and stress and 

the f II factors can be improved by forming quantum wells. utiBzing the difference in the band gap between small-sized 
crystal grains and large-sized crystal grains. While the grain size may change discontinuously. it preferably changes 
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continuously because the interface level density can be reduced in the i-type semiconductor layer to suppress the 
recombination of photo-generated carriers. 

- Fig. 3J (uneven grain size in the surface direction) - 

5 

For the purpose of the invention, the grain size may preferably be not uniform in the surface direction In this case 
again, a synergism of the effect of small grain size of increased absorption of light and stress and that of large grain size 
of an increased diffusion length. While the grain size may change discontinuous!/ it preferably changes continuously 
because the interface level density can be reduced in the i-type semiconductor layer to suppress the recombination of 
if photo-generated carriers. 

- Fig. 3K (cyclic repetition of small and large grain sizes in the surface direction) - 

For modularizing photovoltaic devices such as solar cells, collector electrodes are arranged at regular intervals 
.5 Therefore the efficiency of collecting photo-generated carriers can be improved by arranging cyclically and regularly 
small and large grains in the surface direction in such a way that large crystal grains are found under the collector elec- 
rodes. In this case agam. while the grain size may change discontinuously. it preferably changes continuously because 
the interface level density can be reduced in the i-type semiconductor layer to suppress the recombination of photo-gen- 
GrBiGo carriers. **" 

so The description below is related to the above discussions. 

The hydrogen content of the region having a maximum average grain size in the i-type semiconductor layer is pref- 
erably smaller than that of the remaining regions. More preferably, the hydrogen content of the region having a maxi- 
mum average grain size in the i-type semiconductor layer is 10% or less and that of the remaining regions in the i-type 
semiconductor layer is between 3 and 20%. Besides, the ratio of the smallest average grain size to the largest average 
grain size m the .-type semiconductor layer is preferably 0.9 or less. Additionally, the non-single crystal silicon is consti- 
uted by rn.crocrystall.ne altcon having a minimum average grain size between 20 angstroms and 1 M m and irfcrocrys- 
talhne silicon or pcJycrystalline silicon having a maximum average grain size between 50 angstroms and 10mm Still 
additionally it is preferable that the dopant concentration in the i-type semiconductor layer is 2 x 10 17 cm" 3 or less on 

^™JS r^?^^,™ 6, " iS Pr6,erab,e ** and/or ^ e semiconductor layers comprise 
microcrystall.ne al.con. Add.tionally. rt .s preferable that an i-type amorphous silicon interface layer is arranged between 
the .-type sernconductor layer and the n-type and/or between the i-type semiconductor layer and the p-type semicon- 
ductor layer St.U additionally, the non-single crystal silicon is preferably formed under pressure by high frequency 
plasma CVD wrth a frequency between 50 and 2.450 MHz. a forming pressure between 0.001 and 0 5 Ton anda mak- 
ing current density between 0.001 and 0.5 W/cm 3 . 

The effects of the present invention can be enhanced by controlling the grain size and the hydrogen content 
depending on the characteristics of the solar cell to be formed and the productivity of manufacturing solar cells 

For example, where solar cells having a high open cunent voltage are needed, a relatively high hydrogen content 
may well be selected within the range as defined above for the purpose of the invention. To the contrary, where solar 
ceUs having an improved photo-stability are needed, the hydrogen content may well be reduced within the rage as 
del ined above for the purpose of the invention For increasing the rate of forming the i-type semiconductor layer in order 
L°if k 6 1 y k manu1acturin 9 «•» cells > a '^lively high frequency and a large making current density may 

well be selected w.thm the respective ranges as defined above tor the purpose of the invention. 

-(Doped Layers (n-type Semiconductor Layer, p-type Semiconductor Layer)- 

The base material of the doped layer is a semiconductor material such as amorphous silicon or microcrystalline sil- 
icon. Amorphous (as simply expressed by a-) silicon type semiconductor materials that can be used for the purpose of 
the invention may be selected from a-Si. a-SiC. a-SiO. a-SiN. a-SiCO. a-SiON, a-SiNC and a-SiCON. The base material 
may be an amorphous silicon semiconductor containing microcrystalline silicon. The rate of introducing a valence elec- 
7™°"!° I 39 10 Pr0dUCe 3 conducBon ^ is preferably between 1 .000 ppm and 10 %. Hydrogen 

(H. D) and f luor.ne operate to compensate dangling bonds and improve the doping effect. The content of hydrogen and 
«uor.ne ,s optimally between 0.1 and 30 atom%. Carbon, oxygen and nitrogen are introduced to show a concentration 
between 0.1 ppm and 20 % and between 0.1 ppm and 1 % when a low concentration is desired. As for electric charac- 

<s o/Sf ^t 3 ^^ leVe ! fe pre,erab,y 0 2 eV or ,ess and ^« sP«cif*c electric resistance is preferably 100 Ocm 
55 or less, most preferably 1 Qcm or less. 
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(i-type Semiconductor Layer) 

The i-type semiconductor layer takes the most important role in a photovoltaic device according to the invention as 
it generates and transports photo-excited earner. Non-single crystal silicon that can be used for the purpose of the 

s invention is formed by high frequency plasma CVD with a frequency range between 13.56 MHz and 2 45 GHz and its 
absorption coefficient shows a photon energy dependency more on amorphous silicon on the high energy side and on 
aystalhne silicon on the tow energy side. For the purpose of the invention, the performance of a pin-type solar cell is 
improved by making the grain size distribution of crystal grains in the i-type semiconductor layer to be not uniform 
Therefore, any of the arrangements illustrated in Figs. 3C through 3K can preferably be used for the Duroose of the 

u invention. 

The hydrogen content of the region having a maximum average grain size in the i-type semiconductor layer is pref- 
erably smaller than the hydrogen content of the remaining regions in the i-type semiconductor layer. More preferably 
he hydrogen content of the region having a maximum average grain size in the i-type semiconductor layer is 10 % or 
less and that of the remaining regions in the i-type semiconductor layer is between 3 and 20 %. Besides the ratio of the 
smallest average grain size to the largest average grain size in the Hype semiconductor layer is preferably 0 9 or less 
penally, the non-single crystal silicon is constituted by microcrystalline silicon having a minimum average grain size 
between 20 angstroms and 1 „m and microcrystalline silicon or polycrystalline silicon having a maximum average grain 
sue between 50 angstroms and 10 mm. Preferably, the n-type semiconductor layer is substantially undoped on and 
near IherV. interface. Furthermore, it is preferable that the n-type and/or p-type semiconductor layers comprise micro- 
crystalhne sibcon. Addrttonally. it is preferable that an i-type amorphous silicon interlace layer is arranged between the 
.-type sem,conductor layer and the n-type and/or between the i-type semiconductor layer and the p-type semiconductor 
layer SMI addrtionally. the non-single crystal silicon is preferably formed under pressure by high frequency plasma CVO 

(Transparent Electrode) 

thickn^ssfor' it Paren ' eleCtrCde ^ be made t0 ° Pera,e 35 a " arrtire " ection ,ilm b y selectin 9 » appropriate film 
The transparent electrode layer is formed from a material such as ZnO. ITO (indium tin oxide). teCfe or SnO, by 
means of an appropriate film forming technique selected from vapor deposition. CVD. spray, spin-on and immersion A 
conductivity modifying agent may be added to the compound. =>pin-un ana immersion. A 

Substances that can suitably be used for modifying the conductivity include Al. In. B. Ga. Si and F when the trans- 
parent electrode is made of ZnO. A substance selected from Sn. F. Te. Ti. Sb and Pb can suitably be used when the 
transparent electrode is made of -In^ A substance selected from F. Sb, P. As. In. TI. Te. W. CI. Br and I can suitably 
be used when the transparent electrode is made of Sn0 2 . cansunaray 
The transparent electrode is required to show a high transmrttance. Preferably, it passes 85 % or more of lioht at a 
wavelength of 550 nm that enters it. Preferably, the resistivity of the transparent electrode .ayer is S^nlTlSs 
more preferably 1xio 3 ncm or less. " 

(Collector Electrode) 

. J h * C °"*? or ele( f° de 106 is P rovided 10 «"**ove the collecting efficiency. It may be formed by producing a pattern 
of the electrode metal by sputtering using a mask, by printing with conductive paste or solder paste or by bonding a 
■ts metal wire with conductive paste. 9 a 

If necessary, a protective layer may be formed on the both surfaces of the photovoltaic device. Additionally a rein- 
forcing material such as sheet steel may be used with the protective layer 

VVhile the configuration of a photovoltaic device having a pin structure according to the invention is described 
above, it should be noted that the use of a pinpin or pinpinpin structure realized by laying more than one pin structures. 
so or the use of a nip. mpnip or nipnipnip structure realized by laying more than one nip structures may also be used for a 
photovoltaic device accorcSng to the invention. 

While the present invention is described above mainly in terms of photovoltaic device, a photoelectric transducer 
according to the invention has a configuration essentially identical with the one described above. 

55 (Examples] 

invi TZTS* *TZl** b6 de$Cfibed by Way ^^e^P^ingphotovoltaicdevices according to the 
invention. It should be noted, however, that the present invention is not limited thereto in any means. 
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mISs S ZlrlTT ° f ^ ,mef 01 11,6 ,Wn ,am formin 9 ^ heated to desired te^pSeby 

m^s of heater 202. Source gases are -ntroduced into the apparatus by way of gas introducing pipe ^and i£ 

S ^ 5 * f OTed 93SeS inC,Udin9 aH4 9aS - PfVH * 9as < di,ution: 2 % >. W 9M (SSI 

%) and ft gas. For generating plasma, power sources with a microwave frequency (power soiSIS^FfD^ 

ESSST *" ^J™ 06 207 > 3 wefe ^ independency or in cSnS, The eSe vTme ^e 
S^T "T^ 6 f** 3,00 ° Pri<X ,0 imr0duCing ^ of the appare^^ac 

uated to a degree of 10 5 Ton by means of a turbo-molecular pump In Fig. 2. reference numeral 2o7denoTJa £L 



( Preliminary Experiment 1 ) 



15 



Prior to preparing specimens of photovoltaic devices, a monolayer film of non-doped macrocrystalline silicon was 
formed and tested. The substrate was formed by depositing ZnO to a thic*ness of O.^pm on? ^ SS 
steel plate by guttering method. Then, an i-type microcrystalline silicon film was formed by depoiZ toTSS 
about 2 ^ under the conditions listed in Table 1 (for ^ speed deposition of sma.1 grain 



[Table 1] 



gas f low rate 


SiH 4 


80 seem 




H 2 


2400 seem 


forming pressure 


150 rrrtorr 


forming temperature 


350°C 


RF (13.56 MHz) power 


10W 


VHF(105 MHz) power 


500 W 


forming rate 


-20 angstroms/second 



(Evaluation 1) 



35 



40 



Ram T„ cTJ«I Wy v ^l 00 " fi ' m <0rmed in <prelimi ^y Experiment 1) was tested for evaluation by means of 
RaZ SS; h 2 ) lS rf,ra K Cb0n ^ re,leCti ° n ^ ateorp,i0n - ^ ^ in <• *• Raman shift obtaS by 
^ T L?lT^r ed 3 P6ak 31 ,he ™ 6 number 0f around 520 cm ' 1 to respond to rrtcroaystallinrsS" 
con. Then the crystal gram s.ze was estimated on the basis ot the data obtained by X-raydiffraction fFio. 51 and hi 

ZTl » — Tm J? ^ (t 9rai " ** B: * ^ ""iK* StedS^e w2 

about 1 50 angstroms for (1 1 1) plane. The diffraction peak was slightly broad to suggest that the formed f am was a mix- 

absorption spectrum at and near the wave number of 2.100 cm' obtained by reflection infrTed abs^^es aoS 



45 < Preliminary Experiment 2 > 

A mien 
Experimem 
deposition) 



A microcrystalline silicon f ilm was formed to a thickness of about 2 ^m on a substrate same as that of Preliminarv 
SSS. 6 """^ ^ ^ 2 ^orysmL silicon having a 



50 



[Table 2] 



gas flow rate 


SiH 4 
H2 


80 seem, 
2,400 seem 


forming pressure 


150 rrrtorr 


forming temperature 


350°C 
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PaHe 2] (continued) 



RF (13.56 MHz) power 


10W 


VHF (105 MHz) power 


100 W 


forming rate 


~5 angstroms/second 



(Evaluation 2) 



The m.crocrystalline silicon film formed in < Preliminary Experiment 2 ) was tested for evaluation by means of 
Raman scattenng and X-ray diffraction. The Raman shift obtained by Raman scattering showed a sharp peak at the 
wave number of 520 cm 1 to correspond to microcrystalline silicon. Then, the crystal grain size was estimated on the 
basis of the data obtained by X-ray diffraction and by means of Sharer* formula: t=0.9 X/Bcose (t: grain size B half- 
r, i L !? 9 an9 ' e) - 71,6 es,ima,ed 9 rain 5,26 was about 200 angstroms for (1 1 1) plane. The diffraction peak was 
shghtly broad to suggest that the formed film was a mixture of microcrystalline silicon and amorphous silicon although 
tiie crystan.raty of the product seemed to be better than that of (Preliminary Experiment 2>. The hydrogen content 
obtained by computation using the infrared absorption spectrum at and near the wave number of about 2 100 cm 1 
obtained by reflection infrared absorption was about 4 %. 

_ i 
so < Experiment Example 1 > 

shown mRsT*' 6 ' 3 * COn,i9Ura,ion of F » 1 was P r W d b * ^ a forming apparatus as 

Firstly, a substrate was prepared. A sheet of stainless steel with a thickness of 0.5 mm and a surface area of 50 x 
50 mm was immersed into a mixture of acetone and isopropylalcohol. cleansed with supersonic waves and dried with 
hot ar- Then, an Ag film having a textured structure was deposited on the substrate at 300°C to a film thickness of 0 8 
nm by DC magnetron sputtering and thereafter a ZnO transparent electrocondudivefilm having a textured structure 
was deposited at 300°C to a film thickness of 4.0 urn also by DC magnetron sputtering 

Subsequently, a pin structure was formed on the ZnO transparent conductive film by means of a deposition appa- 
^ .^, rV K type fermconductor layer was deposited to a film thickness of about 200 angstroms in a film forming appa- 
[TZLtZl S ? F W rt, Ur ? r the Conditions of TaWe 3 - * »-*pe semiconductor layer was deposited 
£ oc ** * 0u l l ° m n *■ ,,lm ,ormin 9 ^^05 of Fig. 2 by using both VHF (high frequency of 105MHz) 

and RF (h,gh frequency of 13.56MHz) waves under the conditions of Table 1 (for small grain size^stals) Ap-type 

* dHbnTSe T r deP ° Sited 10 3 ' ilm thid01eSS °' abCUt 100 an9Str ° mS by means 01 RF wves "*« m « 



[Table 3J 



film forming conditions for n-type semiconductor layer (n-type 
microcrystalline silicon: film thickness 200 angstroms) 


gas flow rate 


SiH4/H 2 (10%) 


4.0 seem 




PH 3 /H 2 (2%) 


1.0 seem 




H 2 


100 seem 


forming pressure 


1-OTorr 


forming temperature 


230°C 


RF (13.56 MHz) power 


15W 


forming rate 


0.4 angstroms/second 
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Fable 4] 



10 



15 



film forming conditions for p-type semiconductor layer (p-type 
microcrystalline silicon: film thickness 1 00 angstroms) 


gas flow rate 


SiHj/H;, (10%) 


1.0 seem 




BF3/H2(2%) 


0.2 seem 




H2 


35 seem 


forming pressure 


2.0Torr 


forming temperature 


170°C 


RF (13.56 MHz) power 


33 W 


forming rate 


0.6 angstroms/second 



Subsequently, a transparent electrode of ITO was deposited to a thickness of about 600 angstroms by srxrtterino 
us.ng an .TO target. Additionally, a collector electrode of Au was deposited to a thickness of abouS SJ^fiSS 
vacuum evaporation usmg electron beams. y oy 

20 The pin type solar cell will be referred to as (CelM) hereinafter (which corresponds to F.g. 3A). 

( Experiment Example 2) 
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»,„ !!!^ * 5*" ™f "° S P " parea *• "ed above to < Bpe™,,™ Exam* 1 ) M 

SSffKSST *" fc,mea * 10 3 « — * « 

This solar cell will be referred to as (Cell-2) hereinafter (which corresponds to Fig. 3B). 
< Experiment Example 3) 

th* ^t!! 3 " 1 ' 116, 3 !f ar C f W3S prepared under ,he as listed above for ( Experiment Example 1 ) except 

that the .-type semtconductor layer was formed only for an area near the n-type semiconductor layer bydWiSa 
thrckness of about 1.000 angstroms under the conditions of Table 2 (for large grain size) L sZurtyt J 
renting area to a th,d<ness of about 9.000 angstroms Mndrteoondtol^iflbJ^S^ ■ 
Th.s solar cell will be referred to as (Cell-3) hereinafter (which corresponds to Fig. 3C). 

( Experiment Example 4) 

, ha , S^tT^* 3 1 013 ' Ce " W3S prepared under 1,16 conditions as lis,ed above < Experiment Example 1 ) except 
k ?! ^ semiconductor layer was formed by deposition firstly on the n-type semiconductor layer toTthickness of 
ab^o.ooo angstroms under the conditions* Table 1 (for smallgrain size, SsU^^^ane^X 
5f ^ to a thickness of about 1.000 angstroms under the conditions !l , ^foXge^Sn 

This solar cell will be referred to as (CelM) hereinafter (which corresponds to Fig. 3D). 

( Experiment Example 5) 

thatLTtv^^ 

SIT? u^nZS^! ^J 0 ^ d6P0Si,i0n ,iretly ™ semiconductor layer toTthicknessof 

ductor .aye to a tin.ckness of about 1 .000 angstroms under the conditions of Table 2 (for large grain size) 
ce " «* b e ^ferred to as (CeU-5) hereinafter (which corresponds to Fig 3E). 

( Experiment Example 6) 

th* !|!! ,i !! Xample ' 3 !f ,ar Ce " W3S prepared under ** ^o" 5 as listed above for < Experiment Example 1 ) except 
that ti,e .-type sem,conductor layer was formed only for an area near the n-type semiconductor layer by position toa 
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thickness of about 1,000 angstroms under the conditions of Table 1 (for small grain size) and subsequently for the 
remaning area to a thickness of about 9,000 angstroms under the conditions of Table 2 (for large grain size) 
Thus solar ceil will be referred to as (CeU-6) hereinafter (which corresponds to Fig. 3F) 



5 ( Experiment Example 7) 
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that £ S, ' Ti l W3S Prepa,ed under me cond » ions 35 Bsted above for ( Experiment Example 1 ) except 
q n™ f Semicondu *° r ,a * er W3S formed by deposition ^ on »» semiconductor layer to a thickness^ 
about 9.000 angstroms under the conditions of Table 2 (for large grain size) and subsequently only for an area near the 
p-lype sermconductor layer to a thickness of about 1,000 angstroms under the commons of Table 1 (lor strain 

This solar cell will be referred to as (Cell-7) hereinafter (which corresponds to Fig. 3G). 

< Experiment Example 8) 

(hat mple - a * olar c f was W*"* u "der the conditions as fisted above tor < Experiment Example 1 > except 

!£,^nS T ? ayC ^^ 

angstroms under the condrtions of Table 2 (for large grain size) and subsequent* only for an area near the p-type sem- 
.conductor layer to a thickness of about 1 .000 angstroms under the condifonB J Talie 1 (fa smaB JTSe) 
This solar cell will be referred to as (Cell-8) hereinafter (which conesponds to Fig. 3H). 

< Experiment Example 9) 

th3 , ^tr o amPle - 'f prepanSd Undef <he C ° nditi0nS as Bsted above *» < Experiment Example 1 ) except 

that me ,-type sem,conductor layer was formed on the n-type semiconductor layer by repeating 20 cycles of a first i-tyoe 
unrt layer formed under the conditions of Table 1 (for small grain size) and a second i^pe St layTfonSeo under go 
conditions of Table 2 (for large grain size). 

This solar cell will be refened to as (Cell-9) hereinafter (which corresponds to Fig. 31). 

(Experiment Example 10) 

(hal !" thi f^ ample ' 3 * olar c f " was P re P ared under «" e colons as listed above for ( Experiment Example 1 ) except 
hat he ,-type sem.oonductor layer was formed in a manner as descrbed below. After faming the n-type semiconductor 

Selrin^ r *!* was *""«» to a •**-■ of 10 000 angstroms asTtnS 

extending along the plane at regular intervals of 5 mm under the conditions of Table 1 (for small grain size) Then the 

werafS^^ 

Tile 2 Snarg^aTn s'iz^ Sem,COndUC, ° r **" ,0 3 of 10 -°° 0 ^troms under the conditions of 

This solar cell win be referred to as (CelMO) hereinafter (which corresponds to Fig. 3J). 
< Experiment Example 1 1 > 

, ha . Ik^!^" 1516, "J*" C f was P re P ared under «" e C0 ^'0"S as Bsted above for ( Experiment Example 1 ) except 
that the .-type sem.conductor layer was formed in a manner as described below. Only the light receiving section of the 
nS!|!^S ! r ,ayer ^ s ^ under of Table 1 (for small grain size) and the areas under the 

at regular intervals ;ot 10 mm and therefore the i-type sen^condurtor foyer was famed along me plane in a cyclic n^ 
ner under the condrtions of Table 1 (fa small grain size) and those of Table 2 (fa large grain size) 
This solar cell will be refened to as (Cell-1 1) hereinafter (which conesponds to Fig 3K) 

Table 5 shows the op«, current voltage Voc. the short-circuit current density tec. the fill factor FF. the conversion 
WnZ*™^T ST*** l^certage of the reduction in the conversion efficiency after inadiation with 1 
SUN fa 500 hours) observed for each cell and compared with (Cell-2). which was used as reference 



SDOCID <EP 086088 5A2_I_> 



12 



EP0 860 885 A2 



[Table 5J 



w 



15 



20 



(Characteristics of Cells) 


cell No. 


Voc 


Isc 


FF 


r\ 


s 


(Cefl-2) 


1.00 


1.00 


1.00 


1.00 


1.00 


(Cell-l) 


0.90 


1.31 


0.84 


0.99 


0.95 


(Cell-3) 


0.92 


1.28 


0.86 


1.01 


0.96 


(Ceil-4) 


0.93 


1.30 


0.88 


1.06 


0.98 


(Cell-5) 


0.97 


1.30 


0.92 


1.16 


0.99 


(Cell-6) 


0.98 


1.05 


1.02 


1.05 


0.99 


(Ce!l-7) 


0.97 


1.08 


1.02 


1.07 


0.99 


(Cell-8) 


0.98 


1.11 


1.06 


1.15 


0.99 


(Cell-9) 


1.05 


1.10 


1.20 


1.39 


1.00 


(Cell- 10) 


1.01 


1.12 


0.98 


1.11 


0.98 


(CelM1) 


1.02 


1.30 


0.90 


1.19 


0.96 



25 



30 



35 



40 



Each of (Cell-3) through (Cefl-5) that had grain sizes larger near the p- and n-interfaces than in the i-type semicon- 
ductor layer bulk region showed improved Voc and FF and hence „ of the cell when compared with (CelM). The optical 
stability S was also improved in these cells. On the other hand, each of (Cell-6) through (Cell-8) that had grainsizes 
conversely smaller near the p- and n- interfaces than in the i-type semiconductor layer bulk region showed improved Isc 
and FF and hence t, of the cell when compared with (Cell-2). The optical stability S was not significantly reduced in 
these cells because the small grain size region had a sufficiently small film thickness. (Cell-9) that had a cyclically 
changing grain size showed a remarkably improved FF and hence n of the cell was also significantly improved 

Meanwhile, (Cell- 1 0) that had an uneven grain size distribution in the surface direction also showed an improved 
Isc to improve the n. (CelM 1) that had a cyclic grain size distribution in the surface direction in such a way that the grain 
size e maximal right under the metal electrodes also showed a similar improvement. 

< Experiment Example 12) 

In this example, the procedures of < Experiment Example 5) were followed, basically using the conditions of Table 
1 and Table 2. to prepare specimens with varied hydrogen contents, although the grain size was not changed. Table 6 
shows the obtained result. As shown in Table 6. a wefl-performing cell was obtained when the hydrogen content was 
made lower under the conditions of Table.2 (for large grain size) than under the conditions of Table 1 (for small grain 
size). The cell prepared with a hydrogen content C„ 10 % or less under the conditions of Table 2 (for large grain size) 
and a hydrogen content C H between 3 and 20 % under the conditions of Table 1 (for small grain size) showed excellent 
characteristics. The above findings were not limited to (Experiment Example 5) but applicable to all of the preceding 
experiment examples. M 
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[Table 6] Stabilizing Efficiency 

@: excellent, o: good. A: permissible, x: no good 



10 


C H for small 
grain size 
(%) 


C,, for large grain size (%) 


-Ltbb U I la 11 i -5 


5 


10 


15 


20 


30 




less than 1 % 


A 


A 


A 


A 






15 


2 


A 


A 


A 


A 


X 


X 




3 


o 


A 


A 


A 


X 


X 




4 


@ 


A 


A 


A 


X 


X 


20 


















5 


@ 


o 


A 


A 


X 


X 




10 


@ 


@ 


o 


A 


X 


X 


25 


15 


® 


@ 


& 


A 


X 


X 




20 


o 


o 


o 


A 


X 


X 


30 


25 


A 


A 


X 


X 


X 


X 



35 < Experiment Example 13 ) 
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T^r^onT^ ' Procedures of ( Expenment Example 5) were followed, varying the conditions of Table 1 and 
Table 2, to prepare specmens. The gram size produced under the conditions of Table 2 (for large grain size) was alwavs 
made greater than the grain size produced under the conditions of Table 1 (for small U^^2££X 
hecen was tested by varyhg me ratio of the grain size produced under the conditions of Table 2 (S^n sfze 
to the gram s.ze produced under the conditions of Table 1 (for small grain size). Table 7 shows the obtaKSutt 2 
seen from Tab.e7.the cel. performed we., when the ratio of the small grain size to the large^sizeS 9^ est 
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[Table 7] Conversion Efficiency r\ and Optical 
Stability S 

o: good, A: permissible, x: no good 



grain size ratio (small/large) 




S 


0.20 


o 


A 


0.40 


o 


A 


0.60 


o 


o 


0.80 


o 


o 


0.85 


o 


o 


0.9 


A 


o 


0.95 


X 


o 



(Experiment Example 14) 



\n this example, specimens of pin type solar cell having a grain size distribution as shown in Fig. 3E were prepared 
by extensively varying the grain size to see the performance. Table 8 shows the obtained result As seen from Table 8 
the cell performed well when it comprises microcrystalline silicon having a minimum average grain size between 20 
angstroms and 1 pm and microcrystalline silicon or polycrystalline silicon having a maximum average grain size 
35 between 50 angstroms and 1 0 mm. w 
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[Table 8] Stabilizing Efficiency 

@: excellent, o: good, A: permissible, x: no good 



minimum 
average 
grain 
size 


maximum average grain size 


30 ang. 


50 ang. 


1 urn 


1 mm 


10 mm 


30 mm 


10 ang. 


X 


A 


A 


A 


A 


A 


20 ang. 


A 


o 


o 


o 


o 


A 


100 ang. 






© 


© 


© 


A 


500 ang. 








© 




o 


1 pm 








© 


@ 


o 


5 \im 








o 


o 


A ! 



(Experiment Example 15) 

30 In this example, specimens of pin-type solar cell having a grain size distribution as shown in Fig. 3E were prepared 
by controlling the rate of doping the inside of the n-type semiconductor layer and hence the dopant (phosphor) concen- 
tration in an area near the n/i interlace in the i-type semiconductor layer. The dopant (phosphor) concentration in the 
area near the rVi interface in the n-type semiconductor layer was observed by means of SIMS after the i-type and p-type 
semiconductor layers. Table 9 shows the obtained result As seen from Table 9, the cell performed well when the dopant 

35 (phosphor) concentration in the area near the n/f interface in the i-type semiconductor layer was 2 x 10 17 cm" 3 or less. 

[Table 9] Conversion Efficiency and Optical Stability S 
o: good, A: permissible, x: no good 
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phosphor concentration (cm" 3 ) 


11 


S 


8 x 10 16 


o 


o . 


2 x 10 17 


o 


o 


8 x 10 17 


A 


o 


2 x 10 19 


x 


A 


8 x 10 16 


X 


X 
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(Experiment Example 16) 



In this example, specimens of pin-type solar cell having a grain size distribution as shown in Rg 3E were prepared 
using mjcrocrystalline silicon for the n-type semiconductor layer and/or the p-type semiconductor layer. Table 10 shows' 
the obtained result As seen from Table 10. the fill factor shewed a remarkable improvement to make the pin-type cell 
perform excellently when compared with known cells using amorphous silicon for the n-type semiconductor layer and/or 
the p-type semiconductor layer. 1 



to [Table 10] 



Fill Factor FF and Conversion Efficiency r\ (Relative Value) 


n-type and p-type semiconductor layers 


FF 


n 


amorphous sificon for both n and p 


1.00 


1.00 


microcrystalline silicon only for n 


1.05 


1.08 


microcrystalline silicon only for p 


1.20 


1.13 


microcrystalline silicon for both n and p 


1.20 


1.27 



< Experiment Example 17) 
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In this example, specimens of pin-type solar cell having a grain size distribution as shown in Rg. 3E were prepared 
and a 100 angstrom thick layer of i-type amorphous silicon was inserted into the p/i interface and/or n/i interface of the 
specimens. Table 1 1 shows the obtained result. As seen from Table 1 1 . the open current voltage and the fill factor were 
remarkably improved by inserting an i-type amorphous silicon layer into the p/i interface and/or n/i interface The Der- 
f ormance of the pin-type was also improved. 



a> [Table 11] 



Open Cunent Voltage Voc. Fill Factor FF and Conversion Effi- 
ciency i] (Relative Value) j 


i-type amorphous silicon inter- 
face layer 


Voc 


FF 


n 


none 


1.00 


1.00 


1.00 


only on n/i interface 


1.03 


1.05 


1.10 


only on p/i interface 


1.10 


1.12 


1.29 


on both n/i and p/i interfaces 


1.13 


1.15 


1.36 



< Experiment Example 18> 
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In this example, conditions good for forming non-single crystal silicon to be used for a photovoltaic device according 
to the invention by means of high frequency plasma CVD were studied As a result, it was found that optimal conditions 
include a frequency between 50 and 2.450 MHz, a forming pressure between 0.001 and 0.5 Torr and a making power 
densrtyl between 0.001 and 0.5 W/cm 3 . As for frequency, it was found that the use of a relatively high frequency within 
the above defined range can easily raise the film forming rate. On the other hand, the use of a relatively low frequency 
within the above defined range can maintain the electric discharge and hence is advantageous for improving the per- 
formance of the cell and the yield of manufacturing such cells in addition to the advantage of improving the film forming 
rate and cost reducton. As for forming pressure, it was found that the use of relatively low pressure within the above 
defined range can form a highly microcrystalline silicon film although optimal pressure can vary depending on the fre- 
quency to be used Finally, as for making power density, it was found that the use of a relatively large making power 
density withm tiie above defined range can improve the film forming rate, although excellent microcrystalline silicon film 
can be obtamed under high speed film forming conditions by selecting appropriate values for the frequency and the 
farrung pressure. In short, the above ranges for frequency, forming pressure and making power density are advanta- 
geous tor forming high quality microcrystalline silicon film at low cost 
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As described above, according to the invention, a photovoltaic device and a photoelectric transducer having an 
excellent photoelectric conversion efficiency and a remarkable optical stability can be manufactured at low cost Addi- 
tionally, according to the invention, a photovoltaic device having large area and excellent mass productivity can be pre- 
pared by use of high frequency plasma CVD. 

A photovoltaic device and a photoelectric transducer having a pin-structure semiconductor layer formed by super- 
posing a p-type semiconductor layer, an i-type semiconductor layer and an n-type semiconductor layer wherein the i- 
type semiconductor layer comprises a non-single crystal semiconductor and average grain size distribution of crystal 
grains of the i-type semiconductor layer is not uniform are provided. Methods of manufacturing the photovoltaic device 
and the photoelectric transducer are also provided. The manufacturing methods according to the invention can produce 
photovoltaic devices and photoelectric transducers having an excellent photoelectric conversion efficiency and a 
remarkable optical stability at an enhanced rate and at low cost 

Claims 



15 



20 2. 



25 



3. 



4. 



A photovoltaic device having a pin-structure semiconductor layer formed by superposing a p-type semiconductor 
layer, an Hype semiconductor layer and an n-type semiconductor layer, wherein the i-type semiconductor layer 
comprises a non-single crystal semiconductor and average grain size distribution of crystal grains of the i-type 
semiconductor layer is not uniform. 

The photovoltaic device according to claim 1, wherein the average grain size distribution of the crystal grains con- 
tained in the i-type semiconductor layer is not uniform in the film thickness direction. 

The photovoltaic device according to claim 1 , wherein the average grain size of the crystal grains in the i-type sem- 
iconductor layer in a region near the interface of the i-type semiconductor layer and the p-type semiconductor layer 
and/or that of the i-type semiconductor layer and the n-type semiconductor layer is greater than the average grain 
size of the crystal grams in the remaining regions of the i-type semiconductor layer. 

The photovoltaic device according to daim 1. wherein the average grain size distribution of the crystal grains con- 
tained in the i-type semiconductor layer changes cyclically. 

The photovoltaic device according to claim 1, wherein the average grain size distribution of the crystal grains con- 
tained in the i-type semiconductor layer is not uniform in the surface direction perpendicular to the film thickness 
direction. 

The photovoltaic device according to claim 1, wherein the hydrogen content of the region having the largest aver- 
age gram size in the i-type semiconductor layer is smaller than the hydrogen content of the remaining regions of 
the i-type semiconductor layer. 

7. The photovoltaic device according to claim 6, wherein the hydrogen content of the region having the largest aver- 
age grain size in the i-type semiconductor layer is 10 % or less and the hydrogen content of the remaining regions 
of the i-type semiconductor is between 3 and 20 %. 

8. The photovoltaic device according to claim 1, wherein the ratio of the smallest average grain size to the largest 
average grain size is 0.9 or less. 

9. The photovoltaic device according to daim 1, wherein the non-single crystal semiconductor comprises microcrys- 
tallme semiconductor with the largest average grain size between 20 angstroms and 1 urn, and microcrystalline 
semiconductor or polycrystalline semiconductor with the largest average grain size between 50 angstroms and 10 
mm. 

10. The photovoltaic device according to claim 1 . wherein the non-single crystal semiconductor comprises non-single 
crystal silicon. " 

1 1 ' h .° t0V0 ! taiC d f Ce accordin 9 to daim 1. wherein the dopant concentration in a region in the i-type semicon- 
ductor layer located near the interface of the n-type semiconductor is 2 x lO^jcm^orless. 

12. The photovoltaic device according to daim 1, wherein the p-type semiconductor layer and/or the n-type semicon- 
ductor layer comprise a microcrystalline semiconductor. 
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13. The photovoltaic device accortfing to claim 1, wherein the i-type semiconductor layer comprises an amorphous 
semiconductor layer located between the i-type semiconductor layer and the p-type semiconductor layer and/or the 
n-type semiconductor layer. 

14. The photovoltaic device according to daim 1, wherein the i-type semiconductor layer is formed by high frequency 
plasma CVD under the conditions of a frequency between 50 and 2,450 MHz, pressure between 0.001 and 0.5 Torr 
and a making power density between 0.001 and 0.5 W/cm 3 . 

15. A photoelectric transducer having a pin-structure semiconductor layer formed by superposing a p-type semicon- 
ductor layer, an i-type semiconductor layer and an n-type semiconductor layer, wherein the i-type semiconductor 
layer comprises a non-single crystal semiconductor and average grain size distribution of crystal grains of the i-type" 
semiconductor layer is not uniform. 

1 6. The photoelectric transducer according to claim 1 5. wherein the average grain size distribution of the crystal grains 
contained in the i-type semiconductor layer is not uniform in the film thickness direction. 

1 7. The photoelectric transducer according to claim 1 5, wherein the average grain size of the crystal grains in the i-type 
semiconductor layer in a region near the interface of the i-type semiconductor layer and the p-type semiconductor 
layer and/or that of the i-type semiconductor layer and the n-type semiconductor layer is greater than the average 

v grain size of the crystal grains in the remaining regions of the i-type semiconductor layer. 

18. The photoelectric transducer according to claim 1 5, wherein the average grain size distribution of the crystal grains 
contained in the i-type semiconductor layer changes cyclically. 

1 9. The photoelectric transducer according to claim 1 5. wherein the average grain size distrfoution of the crystal grains 
contained in the i-type semiconductor layer is not uniform in the surface direction perpendicular to the f ilm thickness 
direction. 

20. The photoelectric transducer according to claim 15. wherein the hydrogen content of the region having the largest 
average grain size in the i-type semiconductor layer is smaller than the hydrogen content of the remaining regions 
of the i-type semiconductor layer. 

21 . The photoelectric transducer according to claim 20, wherein the hydrogen content of the region having the largest 
average grain size in the i-type semiconductor layer is 10 % or less and the hydrogen content of the remaining 
regions of the i-type semiconductor is between 3 and 20 %. 

22. The photoelectric transducer according to claim 15. wherein the ratio of the smallest average grain size to the larg- 
est average grain size is 0.9 or less. 

23. The photoelectric transducer according to claim 15, wherein the non-single crystal semiconductor comprises 
microcrystaHine semiconductor with the largest average grain size between 20 angstroms and 1 urn, and monoc- 
rystalline semiconductor or polycrystalline semiconductor with the largest average grain size between 50 ang- 
stroms and 10 mm. 



1. The photoelectric transducer according to claim 15, wherein the non-single crystal semiconductor comprises non- 
single crystal silicon. 

>. The photoelectric transducer according to claim 1 5, wherein the dopant concentration in a region in the i-type sem- 
iconductor layer located near the interface of the n-type semiconductor layer is 2 x 10 17 cnV 3 or less. 

>. The photoelectric transducer according to claim 1 5. wherein the p-type semiconductor layer and/or the n-type sem- 
iconductor layer comprise a microcrystalline semiconductor. 

r. The photoelectric transducer according to claim 15, wherein the i-type semiconductor layer comprises an amor- 
phous semiconductor layer located between the i-type semiconductor layer and the p-type semiconductor layer 
and/or the n-type semiconductor layer. ! 

I. The photoelectric transducer according to claim 15, wherein the i-type semiconductor layer is formed by high fre- 
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quency plasma CVD undo- the corxfitions of a frequency between 50 and 2.450 MHz, pressure between 0.001 and 
0.5 Torr and a making power density between 0.001 and 0.5 W/cm 3 . 

29. A method of manufacturing a photovoltaic device having a pin-structure semiconductor layer formed by superpos- 
5 ing a p-type semiconductor layer, an i-type semiconductor layer and an n-type semiconductor layer, wherein the i- 
type semiconductor layer is formed by high frequency plasma CVD under the conditions of a frequency between 
50 and 2,450 MHz, pressure between 0.001 and 0.5 Torr and a making power density between 0 001 and 0 5 

W/cm 3 . 

» o 30. The method of manufacturing a photovoltaic device according to claim 29, wherein the average grain size distribu- 
tion of the crystal grains in the i-type semiconductor layer is made not uniform by changing at least one of the con- 
ditions during the i-type semiconductor layer formation. 

31. A method of manufacturing a photoelectric transducer having a pin-structure semiconductor layer formed by super- 
15 posing a p-type semiconductor layer, an i-type semiconductor layer and an n-type semiconductor layer, wherein the 
i-type semiconductor layer is formed by high frequency plasma CVD under the conditions of a frequency between 
50 and 2,450 MHz, pressure between 0.001 and 0.5 Torr and a making power density between 0.001 and 0 5 
W/cm . 

re 32. The method of manufacturing a photoelectric transducer according to claim 31 . wherein the average grain size dis- 
tribution of the crystal grains in the i-type semiconductor layer is made not uniform by changing at least one of the 
conditions during the i-type semiconductor layer formation. 
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FIG. 1 
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FIG. 2 
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FIG. 4 
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